**************** 



*■ fe^K 




Disclosure to Promote the Right To Information 
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information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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0. FOREWORD 

0.1 This Indian Standard was adopted by the Indian Standards Institution 
on 3 October 1972, after the draft finalized by the Tanning Materials and 
Allied Products Sectional Committee had been approved by the Chemical 
Division Council. 

0.2 Cashew Jesta is a by-product of cashew processing industry. It is an 
outer covier of the cashew kernel and is between pericarp and kernel of 
the cashew nut. Cashew trees are extensively cultivated in West Coast, 
costal Andhra Pradesh and in some parts of Tamil Nadu. Quilon district 
in Kerala State is the biggest cashew processing centre, processing about 
90 percent of the country's total production. The cashew testa or husk 
( Anacardium occidentale ) is one of the sources of vegetable tanning materials 
available indigenously. It contains condensed type of tannins. The 
vernacular names of the nuts are: K4JU BAD AM (Hindi), MUNTHRI 
( Tamil ), GERUBIJA ( Kannada ), JID1MAMIDI ( Telugu), PARUNGI 
MANGAI (Malayalam). * 

0.3 The infusion of cashew testa enters rapidly into the pelt yielding a 
slightly reddish-coloured tough leather. The reddish colour may be cut 
down when used in conjunction with myrobalan infusion. Cashew testa, 
because of its high tannin content, offers good scope for commercial 
production of tannin extract either alone or in blends with myrobalan. 

0.4 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, ex- 
pressing the result of a test or analysis, shall be rounded off in accordance 
with IS : 2-1960*. The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this 
standard. 



♦Rules for rounding off numerical values ( revised), 

3 
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1. SCOPE 

1.1 This standard prescribes the requirements and methods of sampling 
and test for cashew testa required for tannings 

2. TERMINOLOGY 

2-1 For the purpose of this standard the definitions given in IS : 1640- 
1960* shall apply. 

3. REQUIREMENTS 

3.1 The material shall comply with the requirements given in Table 1 
when tested according to the methods indicated in col 4 of the table. 



TABLE 1 REQUIREMENTS FOR CASHEW TESTA 


Sl Chabacteristic 
No. 

m ;'■■.-■'/'■ : (2); ,.■.'■■; ; 


Requirement 

(3) 


Method of Test 

Reb- to Cl No. of 

IS : 5466-1969f 

(4) 


i) Moisture, percent by mass. Max 


12 


6 


ii) Non-tannins*, percent by mass, Max 


13 


9 


iii) Tannins*, percent by mass, Min 


20 


10 


iv) pK of analytical strength solution 


3*8 to 4*8 


12 


v) Colour: 






Red, Max 


8 


13 


Yellow/Red, Min 


2 




*GalcuIated on moisture-free basis, 
t Methods of test for vegetable tanning 


materials. 





4. PACKING AND MARKING 

4-1 Packing — Th^e material shall be packed in gunny bags. 

4.2 Marking — Packages shall be marked with the following information: 

a) Name of the material; 

b) Net mass of the material; 

c) Suppliers name and recognized trade-mark; if any, and 

d) Date of packing. 

'"Glossary of terms relating to bides, skins and leather. 
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4.3 BIS Certification Marking 

The product may also be marked with Standard Mark. 

4.3»1 The use of the Standard Mark is governed by the provisions of the 
Bureau of Indian Standards Act, 1986 and the Rules and Regulations made 
thereunder. The details of conditions under which the licence for the use of 
Standard Mark may be granted to manufacturers or producers may be obtained 
from the Bureau of Indian Standards. 



5. SAMPLING AND CRITERIA FOR CONFORMITY 

5.1 Scale of Sampling — Representative samples of the material shall 
be drawn in accordance with Appendix A. 

5.2 Number of Tests — Each test sample in the set shall be tested 
individually for all the requirements of this specification. 

5.3 Criteria for Conformity — The lot shall be declared to conform to 

the requirements of this specification if each test sample in the set passes 
all the tests. 



APPENDIX A 

( Clause 5.1 ) 

SCALE FOR SAMPLING FOR CASHEW TESTA 
A-l. SCALE OF SAMPLING 

A-H Lot — In a single consignment cashew testa collected and processed 
in the same period and of the same colour shall be grouped together to 
form a lot. A preliminary examination of all the gunny bags or containers 
is necessary to form homogeneous lots. 

A-1.2 For ascertaining the conformity of the material to the requirements 
of this specification, each lot shall be considered separately. The number 
of containers or bags to be selected for this purpose shall depend on the 
size of the lot and shall be as given in Table 2. It is advisable to have lot 
sizes of not more than 30 tonnes. 
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TABLE 2 NUMBER OF CONTAINERS TO BE SELECTED FOR SAMPLING 






(Clause A-1.2) 




No. ok Containers 




No. o* 1 Containers 


IN THE 


Lot 




to be Sampled 


JV 






n 


0) 






(2) 


Up to 


25 




3 


26 „ 


50 




4 


51 ,3 


150 




5 


151 9> 


300 




(> 


301 „ 


500 




7 


501 „ 


1000 




8 



A-1.3 The containers or bags shall be selected at random from the lot. 
To ensure randomness of selection, use of random number tables {see IS : 
4905-1968* ) shall be made. In case random number tables are not avail- 
able, the following procedure shall be adopted for drawing the samples: 

Starting from any bag, count all the bags in the lot as 1, 2, 3,-., 
etc, up to f and so on where r is the integral part of .A'/«. Every nh 
container thus counted shall be withdrawn to constitute the samples. 

A-2. PREPARATION OF SAMPLES 

A-2.1 From each of the container or bag selected cashew testa shall be 
withdrawn from different portions of the bag. The total quantity from 
each bag selected shall be not less than 2 kg. The quantity drawn from 
each bag shall be divided into three parts — one for the purchaser, the 
second for the supplier and the third to be kept as a referee sample. 

A-2.2 The three sets of test samples shall be kept in separate sample 
containers which shall be marked with relevant details of sampling. 



♦Methods of random sampling. 
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